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In re: 

Applicant: NOVIS et al 

Serial No.: unknown- filed concurrently 

Filing Date: Filed concurrently 

For: Transparent substrate coated with a silver layer 

Inf L Application No: PCT/BE99/00071 
Int'l. Filing Date: 4 June 1999 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

PRELIMINARY AMENDMENT 

Sir: 

Prior to assigning a Serial Number, and prior to any action on the merits, 
please amend this application as follows: 

Page 1, prior to line 1, insert 

- - CROSS REFERENCE TO RELATED APPLICATIONS 
This application is based upon, and claims priority from International 
Application No., PCT/BE99/00071 filed 4 June 1999, and European Application No, 
981 10439.1 filed 8 June 1998, both of which are hereby incorporated by reference. 

BACKGROUND OF THE INVENTION - - 

Page 4, after line 22, insert 

SUMMARY OF THE INVENTION - - 

Page 10, after line 13, insert 

- - DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS - - 



Page 11, line 14, change "with" to - - without - - ; 



In the claims: 

Cancel claims 1-24 and replace them with the following new claims 25 
through 69. 

25. Transparent substrate carrying a coating stack comprising at 
least one metallic coating layer comprising silver or a silver alloy, each metallic 
coating layer being in contact with two non-absorbent transparent dielectric coating 
layers, the coated substrate being adapted to withstand a bending or tempering type of 
heat treatment, characterized in that prior to such heat treatment, each of the dielectric 
coating layers comprises a sub-layer based on a partially but not totally oxidized 
combination of at least two metals, 

26. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that one of the said two metals is Ni. 

27. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that one of the said two metals is Cr. 

28. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that the said combination of two metals is based on Ni 
and Cr. 

29. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that at least one metallic coating layer of the said 
coating stack is in contact with at least an underlying sub-layer of an oxide of a metal 
selected from Ti, Ta, Nb and Sn. 

30. Transparent substrate carrying a coating stack in accordance 
with claim 29, characterized in that at least the sub-layer based on a partially oxidized 
combination of two metals which is closest to the substrate is in contact with an 
underlying sub-layer of an oxide of titanium. 



3L Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that the dielectric coating layer positioned between the 
substrate and the first metallic coating layer comprises sub-layers of metal oxides or 
of oxides of combinations of metals. 

32. Transparent substrate carrying a coating stack in accordance 
with claim 25 , characterized in that at least one dielectric coating layer comprises a 
sub-layer based on at least one nitride. 

33. Transparent substrate carrying a coating stack in accordance 
with claim 32, characterized in that the at least one nitride is a nitride of Si, Al, or a 
combination of these elements. 

34. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that the at least one metallic coating layer is selected 
from silver, platinum, palladium and combinations of these elements. 

35. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that the coating stack contains a single metallic coating 
layer. 

36. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that the optical thickness of the dielectric coating layer 
closest to the substrate is between 50 and 90 nm, that of the other dielectric coating 
layer is between 70 and 110 nm, that of the sub-layers based on a combination of two 
metals is between 3 and 24 nm and the geometrical thickness of the metallic coating 
layer is between 8 and 15 nm. 

37. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that after a tempering or bending type heat treatment 
the substrate has a haze of less than 0.3%. 



38. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that after a tempering or bending type heat treatment 
the substrate has an emissivity of less than 0.08. 

39. Transparent substrate carrying a coating stack in accordance 
with claim 25 , characterized in that following a tempering or bending type heat 
treatment the luminous transmittance of the substrate under Illuminant A varies by 
less than 10%with respect to its value prior to the tempering or bending type heat 
treatment. 

40. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that following a tempering or bending type heat 
treatment its color purity in reflection varies by less than 5% with respect to its value 
prior to the tempering or bending type heat treatment. 

41. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that following a tempering or bending type heat 
treatment the dominant wavelength in reflection varies by less than 3 nm with respect 
to its value prior to the tempering or bending type heat treatment, 

42. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that following a tempering or bending type heat 
treatment the luminous transmittance of the substrate under Illuminant A varies by 
less than 10%, its color purity in reflection varies by less than 5% and its dominant 
wavelength in reflection varies by less than 3 nm with respect to the values prior to 
the tempering or bending type heat treatment. 

43. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that the coating stack contains two metallic coating 
layers separated by an intermediate dielectric coating layer. 



44. Transparent substrate carrying a coating stack in accordance 
with claim 43, characterized in that the optical thickness of the dielectric coating layer 
closest to the substrate is between 50 and 80 nm, that of the dielectric coating layer 
spaced furthest from the substrate is between 40 and 70 run, that of the intermediate 
dielectric coating layer is between 130 and 170 nm, that of the sub-layers based on a 
composition of two metals is between 3 and 24 nm and the geometrical thickness of 
the metallic coating layers is between 8 and 15 nm. 

45. Transparent substrate carrying a coating stack in accordance 
with claim 25, characterized in that after a tempering or bending type of heat 
treatment the substrate has a haze of less than 0.5% and a TLA greater than 76%. 

46. Multiple glazing characterized in that it comprises a coated 
substrate in accordance with claim 25. 

47. Laminated glazing characterized in that it comprises a coated 
substrate in accordance with claim 25. 

48. Vehicle windshield characterized in that it comprises a coated 
substrate in accordance with claim 25. 

49. Method of manufacturing a transparent substrate carrying a 
coating stack in accordance with claim 25, characterized in that at least one metallic 
coating layer is sputter deposited in an oxidizing atmosphere. 

50. Method in accordance with claim 49, characterized in that the 
said atmosphere comprises less than 10% oxygen. 

5 1 . Method in accordance with claim 49, characterized in that the 
said atmosphere comprises 3 to 7% oxygen. 



52. Glass substrate carrying a coating stack comprising, in order 
from the glass substrate: 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of at least two metals; 

a metallic coating layer selected from the group consisting of silver and 

silver alloys; 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of at least two metals. 

53. Glass substrate carrying a coating stack in accordance with 
claim 52, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals comprises Ni. 

54. Glass substrate carrying a coating stack in accordance with 
claim 52, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals comprises Cr. 

55. Glass substrate carrying a coating stack in accordance with 
claim 52, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals comprises Ni and Cr. 

56. Glass substrate carrying a coating stack in accordance with 
claim 52, in which at least one of the layers comprising a partially but not totally 
oxidized combination of at least two metals is a sub-layer of its non-absorbent 
transparent coating layer. 

58. Glass substrate carrying a coating stack in accordance with 
claim 52, in which at least one of the layers comprising a partially but not totally 
oxidized combination of at least two metals is partially oxidized across its entire 
thickness. 



59. A glass substrate having a haze of less than 0.5%, said glass 
substrate being formed in accordance with claim 52 and subjected to a heat treatment 
selected from bending and tempering. 



60. A glass substrate having an emissivity of less than 0.08, said 
glass substrate being formed in accordance with claim 52 and subjected to a heat 
treatment selected from bending and tempering. 

61 . Glass substrate carrying a coating stack which comprises, in 
order from the glass substrate: 

a non-absorbent transparent coating layer comprising a layer of an 
oxide of titanium and an overlying layer of a partially but not totally oxidized 
combination of Ni and Cr; 

a metallic coating layer selected from the group consisting of silver and 

silver alloys; 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of Ni and Cr and an overlying layer of a 
nitride selected from the group consisting of nitrides of silicon, nitrides of aluminum 
and mixed nitrides of silicon and aluminum. 

62. Glass substrate carrying a coating stack comprising, in order 
from the glass substrate: 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of at least two metals; 

a metallic coating layer selected from the group consisting of silver and 

silver alloys; 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of at least two metals; 

a metallic coating layer selected from the group consisting of silver and 

silver alloys; 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of at least two metals. 



63. Glass substrate carrying a coating stack in accordance with 
claim 62, in which at least one of the layers which comprises a partially oxidized 
combination of at least two metals comprises Ni. 

64. Glass substrate carrying a coating stack in accordance with 
claim 62, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals comprises Cr. 

65. Glass substrate carrying a coating stack in accordance with 
claim 62, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals comprises Ni and Cr. 

66. Glass substrate carrying a coating stack in accordance with 
claim 62, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals is a sub-layer of its non-absorbent 
transparent coating layer. 

67. Glass substrate carrying a coating stack in accordance with 
claim 62, in which at least one of the layers which comprises a partially but not totally 
oxidized combination of at least two metals is partially oxidized across its entire 
thickness. 

68. Glass substrate having a haze of less than 0.5% comprising a 
glass substrate in accordance with claim 62 which has been subjected to a heat 
treatment selected from bending and tempering. 

68. Glass substrate having an emissivity of less than 0.08 
comprising a glass substrate in accordance with claim 62 which has been subjected to 
a heat treatment selected from bending and tempering. 



69. Glass substrate carrying a coating stack which comprises, in 
order from the glass substrate: 

a non-absorbent transparent coating layer comprising a layer of an 
oxide of titanium and an overlying layer of a partially but not totally oxidized 
combination of Ni and Cr; 

a metallic coating layer selected from the group consisting of silver and 

silver alloys; 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of Ni and Cr; 

a metallic coating layer selected from the group consisting of silver and 

silver alloys; 

a non-absorbent transparent coating layer comprising a layer of a 
partially but not totally oxidized combination of Ni and Cr and an overlying layer of a 
nitride selected from the group consisting of nitrides of silicon, nitrides of aluminum 
and mixed nitrides of silicon and aluminum. - - 

REMARKS 

The amendment to the specification is to put the application into U.S. 
form and to correct an obvious error on page 1 1 at line 14. New claims are presented 
prior to any action by the U.S. Patent and Trademark Office. 



Respectfully submitted 
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;rold I. Schneider 
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Transparent substrate coated with a silver layer 



This invention relates to a transparent substrate, in particular to a coated 
transparent sheet capable of withstanding heat treatment of a tempering or bending nature 
without degradation of the coating and adapted for example to be incorporated in a 
5 multiple glazing or a laminated glazing. 

Many of the terms used to describe the properties of a coated substrate 
have precise meanings defined in relevant standards. The terms used in this description 
include the following , most of which are defined by the "Commission Internationale de 
l'Eclairage" (CIE). 

10 In the present description, two standard illuminants are used: Illuminant C 

and Illuminant A, as defined by the CIE. Illuminant C represents average daytime light at 
a color temperature of 6700K. Illuminant A represents the radiation of a Planck radiator 
at a temperature of about 2856K. This Illuminant represents light emitted by car 
headlights and is particularly used in evaluating optical properties of vehicle glazings. 

15 The term "luminous transmission" (LTA) as used herein is as defined by 

the CIE, that is the luminous flux transmitted through a substrate as a percentage of the 
incident luminous flux for Illuminant A. 

The term "energetic transmission" (ET) as used herein is as defined by the 
CIE, that is the total energy directly transmitted through the substrate without a change in 
20 wavelength. It excludes the energy absorbed by the substrate (EA). 

The term "color purity" (P) used herein refers to the excitation purity 
measured with Illuminant C as defined in the Vocabulaire International de l'Eclairage of 
the CIE, 1987, page 87 and 89. The purity is defined according to a linear scale in which 
a defined source of white light has a purity of zero and a pure color has a purity of 100%. 
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For vehicle windows the purity of the substrate is measured from the external face of the 
window. 

The term "dominant wavelength" (X^ used herein designates the 
wavelength of the peak in a range of wavelengths which are transmitted or reflected by 
5 the coated substrate. 

The term "non-absorbent material" as used herein designates a material 
having a refractive index [n(XJ] which is greater than its extinction coefficient [k(X)] over 
the whole of the visible spectrum (280 to 780 nm). 

The term "emissivity" as used herein designates the normal emissivity of a 
10 substrate as defined in the Vocabulaire International de PEclairage of the CIE. 

The term "haze" as used herein designates the percentage of diffused light 
transmitted by a material measured according to the ASTM D 1003 standard. 

The Hunter coordinates L,a 5 b used herein measure the coloration of a 
material as perceived by an observer. They are defined and measured according to the 
1 5 ASTM D 2244 standard. 

It has become more and more usual to apply a number of coating layers 
forming a coating stack to glass sheets to modify their transmission and reflection 
properties. Previous proposals for metal coating layers and dielectric coating layers in 
numerous different combinations have been made to confer chosen optical and energetic 
20 properties on glass. 

Automotive glazings, in particular, are taking increasingly complex forms 
which require the glass of which they are made to withstand a bending heat treatment 
operation. In the architectural field it is also increasingly desired for glazings to have 
curved forms or for the sheets of glass from which they are made to have undergone 
25 thermal tempering for shock resistance and thus safety. However, the majority of 



coatings intended to be deposited on sheets of glass, particularly those deposited under 
vacuum, are not able to resist such heat treatment in a satisfactory manner. In particular, 
their optical properties are significantly degraded during such processes. Thus, it is 
necessary to apply the coating layers to the sheets of glass after the sheets of glass have 
taken their final shape or after they have undergone heat treatment which necessitates, 
particularly for curved glass, particularly complex deposition equipment. Such equipment 
must enable the deposition of uniform coatings on non-planar substrates. 

It has been suggested to overcome this disadvantage by using coating 
stacks which incorporate coating layers comprised of materials which, when the substrate 
is raised to the temperature necessary for a tempering or bending heat treatment, can 
prevent the degradation of the optical properties of the coating stack for the duration of 
the heat treatment. 

This degradation may in particular be attributed to, on the one hand, 
diffusion of oxygen from the atmosphere or from the dielectric coating layers of the 
coating stack which leads to oxidation of the metallic layers of the coating stack, and on 
the other hand to diffusion of sodium from the glass substrate into the coating layers of 
the coating stack. 

European Patent Application No. 761618 describes a method of sputter 
depositing coatings on a glass substrate according to which the functional metal coating or 
coatings are surrounded by protecting layers comprising materials adapted to fix the 
oxygen by oxidation, in particular niobium. According to this document, the absence of 
degradation of the metallic layers is also due to deposition of the silver layer in a reactive 
atmosphere comprising at least 10% oxygen. 

European Patent Application No. 336257 describes a glass substrate coated 
with a coating stack which can resist heat treatment and which comprises two metallic 
coating layers deposited alternatively with three zinc stannate based dielectric coating 
layers. The first metallic layer is surrounded by titanium protecting layers and the second 



metallic layer is overlaid with a protection layer which is also of titanium. This material 
protects the metallic coating layers during heat treatment by being oxidized itself by 
combination with the oxygen atoms diffused in the coating stack. 

European Patent Application No. 303109 describes a glass substrate coated 
with a coating stack comprising a silver coating layer surrounded by two coating layers of 
combination of nickel and chromium which are themselves surrounded by two coating 
layers of a particular metal oxide. This product is intended to undergo bending by heat 
treatment in an oxidizing atmosphere during which its luminous transmittance increases 
significantly. 

United States Patent No. 5584902 describes a method of sputter depositing 
a coating stack capable of withstanding a bending or tempering type of heat treatment on 
to a glass substrate and which comprises a silver coating layer surrounded by two coating 
layers of a combination of nickel and chromium which are themselves surrounded by two 
coating layers of a silicon nitride. 

Coating stacks such as suggested by these documents comprise protecting 
coating layers for the functional coating layers which before a bending or tempering type 
of heat treatment consist of non-oxidized metal These protecting coating layers will be 
oxidized during heat treatment such that the optical properties of the coated substrate will 
be significantly modified during this process. In addition, it is necessary that these 
protecting coating layers are not oxidized to their interface with the functional metal 
layers so that the functional metallic layers are not subjected to oxidation. This is 
unfavorable for obtaining a high luminous transmission of the finished product. 

The present invention relates to a transparent substrate carrying a coating 
stack comprising at least one metallic coating layer comprising silver or a silver alloy, 
each metallic coating layer being in contact with two non absorbent transparent dielectric 
coating layers, the coated substrate being adapted to withstand a bending or tempering 
type of heat treatment, characterized in that prior to such heat treatment, each of the 
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dielectric coating layers comprises a sub-layer based on a partially oxidized combination 
of two metals. 

We have surprisingly discovered that the presence prior to heat treatment 
of sub-layers based on a partially oxidized combination of two metals in the coating stack 
5 in accordance with the invention protects each metallic coating layer of the coating stack 
and that this enables a product that withstands this treatment particularly well to be 
obtained. We have also noted that the luminous transmittance of the substrate at the end 
of the said heat treatment is higher than when metallic protecting coatings layers are used. 
As the sub-layers based on a combination of two metals according to the invention are not 

10 totally oxidized before heat treatment they allow the absorption of the diffused oxygen in 
the coating stack during this treatment and thus protect the metallic coating layers from 
oxidation. In addition, by arranging for these sub-layers to be partially oxidized across 
their entire thickness before heat treatment, the luminous transmission of the product after 
heat treatment is greater than if the sub-layers were, prior to heat treatment, non-oxidized 

15 sub-layers of the same combination of metals. Furthermore, the structure of protecting 
sub-layers which are partially oxidized during deposition is more favorable to the optical 
properties of the finished product than when these sub-layers are only oxidized during a 
heat treatment following deposition of the coating stack. 

Preferably, the sub-layers based on a combination of two metals comprise 
50 Ni and Cr. This combination once oxidized during deposition and heat treatment has a 
greater transparency that that of sub-layers based on combinations of other metals. In 
addition, use of a combination of Ni and Cr in combination with the different coating 
layers of the coating stack allows the finished product to display advantageous optical 
properties. 

5 According to one preferred form of the invention, at least the sub-layer 

based on a combination of two metals which is the furthest spaced from the substrate is 
overlaid with a sub-layer comprising a nitride, preferable a nitride of Si, of Al or of a 
combination of these elements. Such materials act as barriers to oxygen diffusion in the 
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coating stack and thus limit the quantity of oxygen which arrives at the underlying sub- 
layer based on a combination of two metals. This is advantageous in allowing heat 
treatment in very oxidizing conditions without necessitating increases in the thickness of 
the sub-layers based on a combination of two metals. By overlaying the said sub-layer 
5 based on a combination of two metals with a sub-layer of a nitride compound, the sub- 
layer covered in this way is always able to absorb the entire amount of oxygen which 
reaches it and thus to maintain its protecting effect with respect to the underlying metallic 
coating layer. 

In one preferred form of the invention at least one metallic coating layer is 
10 in contact with an underlying sub-layer comprising an oxide of a metal chosen, in 
particular, from Ti, Ta, Nb, and Sn, These metals have a crystalline structure which 
favors recrystalisation of the Ag during heat treatment in such a way that substantially no 
visible haze appears in the finished product. This is advantageous as when a coating stack 
comprising a metallic coating layer undergoes a tempering or bending type of heat 
15 treatment, the crystalline structure of this coating layer undergoes modifications which 
can appear macroscopically by the appearance of haze in the coating stack visible in the 
finished product. Such haze is considered inaesthetic. 

Advantageously, at least the sub-layer based on a combination of two 
metals which is closest to the substrate is in contact with an underlying sub-layer of an 
20 oxide of Ti. This is advantageous as the optical properties of a coating stack destined to 
withstand a tempering or bending type of heat treatment may be deteriorated by diffusion 
in the lower coating layers of the coating stack of sodium migrating from the upper layers 
of the glass substrate. An oxide of Ti has inherent properties to block such migration. 

Preferably, the dielectric coating layer in contact with the substrate 
25 comprises sub-layers of oxides of metals or combinations of metals. As this coating layer 
is the furthest spaced from the main source of diffusing oxygen, that is the atmosphere, it 
is not strictly necessary that it comprises a sub-layer of a nitride adapted to block such 
oxygen diffusion. 
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In another preferred form of the invention, each metallic coating layer of 
the coating stack comprises a combination of Ag and Pt or Pd. The addition of one of 
these elements to the silver confers upon the coating stack a better resistance to corrosion 
due to ambient humidity, 

5 The coating layers of the coating stack may be completed by a thin final 

coating layer which provides the coating stack with improved chemical and/or mechanical 
durability without significantly altering its optical properties. Oxides, nitrides and 
oxynitrides of silicon, aluminum or combinations of these elements may provide this 
effect. Silica (Si0 2 ) is generally preferred. 

10 When the coating stack according to the invention has a single metallic 

coating layer, the optical thickness of the dielectric coating layer closest to the substrate is 
preferably between 50 and 90 nm, that of the other dielectric coating layer is preferable 
between 70 and 110 nm, that of the sub-layers based on a combination of two metals is 
preferably between 3 and 24 nm and the geometrical thickness of the metallic coating 

15 layer is preferably between 8 and 15 nm. These ranges of thicknesses allow a coated 
substrate to be obtained which, after a tempering or bending type of heat treatment has a 
haze of less than 0.3%. 

Such a coating stack deposited on a 4mm thick clear sodalime glass 
substrate preferably confers to the substrate after a tempering or bending type of heat 
20 treatment a LT greater than 77%, an emissivity less than 0.08 and preferably less than 
0.05, a dominant wavelength in reflection of 450 to 500 nm, more preferably from 470 to 
500 nm, and a color purity in reflection of 5 to 15%. 

Preferably, the thicknesses of the coating layers and sub-layers of a coating 
stack according to the invention having a single metallic coating layer are chosen between 
25 the preferred thicknesses such that during heat treatment, the variation in LTA of the 
coated substrate is less than 10%, the variation of the dominant wavelength in reflection 
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does not exceed 3 nm and the variation in the color purity in reflection does not exceed 
5%. 

Such a product may be used in the manufacture of so called low emissivity 
multiple glazings for buildings. In this case, it is associated with at least one transparent 
5 sheet of vitreous material from which it is separated by a volume of gas and has its 
boundaries limited by a peripheral spacer. In such a glazing, the coated surface is directed 
towards the gas filled space. In the case of architectural use of a product in accordance 
with the invention, the coating stack may only have a single metallic coating layer. 

It is remarkable that the emissivity after heat treatment of substrates coated 
10 according to the invention is of the same order of magnitute as that of standard low 
emissivity glazings, that is to say those which have not withstood heat treatment, which is 
generally less than 0.10 in the case of coating stacks deposited by sputtering for LTA of 
the order of 80%. Multiple glazings incorporating a sheet of glass coated according to the 
invention and having undergone a tempering or bending type of heat treatment thus offer 
15 equivalent optical properties to those of a glazing comprising a sheet of coated glass 
which has not undergone heat treatment whilst providing, when the coated substrate is 
tempered, a better mechanical shock resistance and improved safety to the occupants of 
areas in which these glazings are installed. 

When a coating stack in accordance with the invention comprises two 
20 metallic coating layers, the optical thickness of the dielectric coating layer closest to the 
substrate is preferably between 50 and 80 nm, that of the dielectric coating layer spaced 
furthest from the substrate is preferably between 40 and 70 nm, that of the intermediate 
dielectric coating layer is preferably between 130 and 170 nm, that of the sub-layers based 
on a composition of two metals is preferably between 3 and 24 nm and the geometrical 
25 thickness of the metallic coating layers is preferably between 8 and 1 5 nm. 

Such a coating stack deposited on a clear 2.1mm thick sodalime glass 
substrate confers on the substrate, after a tempering or bending type heat treatment, a haze 
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of less than 0.5%, a LTA of greater than 76%, a dominant wavelength in reflection 
between 450 and 500nm, preferably between 470 and 500nm, and a color purity in 
reflection between 5 and 15%. 

Such a product may be used to form part of a multiple glazing. It may also 
5 be advantageously used as part of a laminated glazing, particularly a vehicle windshield. 
Legal requirements for windshields require a luminous transmission (LTA) of at least 
70% in the USA and at least 75% in Europe. With respect to solar energy, the total 
energy directly transmitted (ET) is preferably less than 50%. A further factor is the color 
of the coated substrate which must satisfy the requirements of the automotive industry. 
10 These requirements generally necessitate that a coating stack according to the invention 
which is applied to a sheet of glass of a laminated glazing intended to form a vehicle 
windshield comprises at least two metallic coating layers. When the coated substrate is 
used in such a structure, it may be useful to employ a thin final coating layer as described 
above to reduce the risk of delamination of the laminated glazing. 

15 The metallic coating layers of a coating stack in accordance with the 

invention may be connected to a source of electrical current such that they give off heat 
by the Joule effect. Such a windshield may thus be de-iced or de-misted. 

The invention also relates to a method of manufacture of a product such as 
described above using a sputtering deposition technique to deposit coating layers of the 
20 coating stack. 

Preferably, each metallic coating layer is deposited in an oxidizing 
atmosphere, in particular comprising argon and oxygen. In particularly preferred forms of 
the invention, the atmosphere in which each metallic coating layer is deposited comprises 
less than 10% and preferably between 3 and 7% oxygen. These concentrations allow 
25 better thermal stability of these coating layers when compared with identical coating 
layers deposited in an inert atmosphere whilst being of a sufficiently low concentration to 
avoid any risk of oxidation of the metal during its deposition. 
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The materials which comprise the dielectric layers, with the exception of 
the sub-layers based on a composition of two metals, are preferably deposited from 
cathodes having an alternating current supply. This process has the advantage of 
producing coating layers with a density and structure which is more effective in resisting 

5 diffusion of sodium and oxygen in the coating stack during a tempering or bending type 
heat treatment than when cathodes having a direct current supply are used to deposit the 
same coating layers. Nevertheless, the advantage in terms of density and structure of the 
coating layers is only obtained by this process for thicknesses of coating layers which are 
greater than those of the sub-layers based on a composition of two metals. For this 

10 reason, these sub-layers based on a composition of two metals are not deposited by this 
method. 

The invention will now be described in greater detail with reference to the 
following non-limitative examples. 



15 EXAMPLES 

Two types of clear sodalime sheet glass substrate samples of 2.1mm and 4 
mm thick are passed through in-line deposition equipment comprising five vacuum 
enclosures (at a pressure of 0.3 Pa), a substrate conveyor, power sources and gas 
admission valves. Each depositing enclosure contains magnetron assisted sputtering 
20 cathodes, gas entries and evacuation outlets, the deposition being obtaining by moving the 
substrate a number of times under the cathode. 

The first enclosure contains two cathodes provided with targets formed 
from titanium. These cathodes are supplied from an alternating current source to which 
they are connected such that each works alternatively according to the frequency of the 
25 current to deposit a first coating layer of an oxide of Ti in an atmosphere of oxygen and 
argon. The second enclosure contains a cathode which is a combination of Ni and Cr 
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supplied by a direct current source to deposit a non-absorbent partially oxidized sub-layer 
of a combination of Ni and Cr in an atmosphere of oxygen and argon. The third enclosure 
is the same as the first enclosure to deposit a third sub-layer of an oxide of Ti, The fourth 
enclosure is subdivided into two compartments. The first of these contains a cathode of 

5 Ag supplied from a direct current source to deposit a coating layer of metallic Ag in an 
atmosphere of argon and oxygen, and the second contains a cathode of a combination of 
Ni and Cr supplied by a direct current source to deposit a non-absorbent partially oxidized 
sub-layer of a combination of Ni and Cr in an atmosphere of oxygen and argon which is 
more oxidizing that the first enclosure. The fifth enclosure contains two silicon cathodes 

10 supplied from an alternating current source to deposit a non- absorbent sub-layer of silicon 
nitride in a nitrogen atmosphere. This sequence of enclosures is repeated for the 
deposition of a coating stack comprising two metallic coating layers. 

Table A sets out the optical and energetic properties of coated substrates 
intended for use as part of a multiple glazing both before heat treatment (the numbers with 
15 apostrophes) and after heat treatment. The thicknesses given are in nm. 

In this case, the following sequence is deposited on a 4mm thick clear 
sodalime glass substrate: 

a non-absorbent sub-layer of an oxide of titanium, 

a protecting, non-absorbent sub-layer of a partially oxidized combination 
20 of nickel and chrome in a weight ratio of 80/20, 

a non- absorbent sub-layer of an oxide of titanium, 

a coating layer of silver, 

a protecting, non-absorbent sub-layer of a partially oxidized combination 
of nickel and chrome in a weight ration of 80/20, 
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a sub-layer of silicon nitride. 

The coated substrate subsequently undergoes a tempering heat treatment 
with a 3 min pre-heating at 570° C followed by a 3 min tempering heating at 700° C. 

Table B sets out the optical and energetic properties before (A) and after 
(A') heat treatment of a coated substrate intended for use in a multiple glazing having a 
coated stack which is not in accordance with the present invention. This coating stack 
comprises protecting layers for the metallic coating layer which comprise a non-oxidized 
combination of Ni and Cr. This comparative example shows that such a coating stack has 
both an emissivity and a haze which is greater than the products according to the 
invention. 

Table C sets out the optical and energetic properties of coated substrates 
before heat treatment (the numbers with apostrophes) and after heat treatment which are 
intended for use as part of a laminated glazing. The thicknesses given are in nm. 

In this case, the following sequence is deposited on a 2.1 mm thick clear 
sodalime glass substrate: 

a non-absorbent sub-layer of an oxide of titanium, 

a protecting, non-absorbent sub-layer of a partially oxidized combination 
of nickel and chrome in a weight ratio of 80/20, 

a non-absorbent sub-layer of an oxide of titanium, 

a coating layer of silver, 

a protecting, non-absorbent sub-layer of a partially oxidized combination 
of nickel and chrome in a weight ration of 80/20, 
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a sub-layer of silicon nitride, 

a sub-layer of an oxide of titanium, 

a protecting, non-absorbent sub-layer of a partially oxidized combination 
of nickel and chrome in a weight ratio of 80/20, 

5 a coating layer of silver, 

a protecting, non-absorbent sub-layer of a partially oxidized combination 
of nickel and chrome in a weight ration of 80/20, 

a sub-layer of silicon nitride. 

The coated substrate subsequently undergoes a bending heat treatment at a 
10 temperature of 635° C during 12 min. 

It is then incorporated into a laminated sheet comprising, in order, the said 
coated substrate, an adhesive sheet of polyvinalbutyral (PVB) having a thickness of 0.76 
mm and second sheet of clear 2.1 mm thick sodalime glass. Example 17" sets out the 
optical properties of a laminated glazing comprising a coated substrate in accordance with 
15 example 17. 

When the coating stacks according to the examples of Table C are intended 
to be used in multiple glazings for buildings, they are deposited on sodalime glass 
substrates of 4 or 6 mm thick. The optical properties set out in the said table are the same 
with the exception of LTA which is reduced by about 0.5% by mm of increased thickness 
20 of the substrate. 
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TABLE A 



Ex. 


1 


1' 


2 


9' 




1 9 

J 


TiO, (nm) 


19.0 


19.0 


21.5 


21 5 




I J.J 


NiCrOx (nm) 


10.0 


10.0 


6.0 


6.0 


6.0 


6.0 


Ti0 2 (nm) 


0.0 


0.0 


0.0 


0.0 


6.0 


6.0 


Ag(nm) 


13.5 


13.5 


14.0 


14.0 


14.0 


14.0 


NiCrOx (nm) 


3.3 


3.3 


3.3 


3.3 


3.3 


3.3 


Si 3 N 4 (nm) 


50.0 


50.0 


50.0 


50.0 


50.0 


50.0 


LTA4 (%) 


76.5 


81.4 


74.7 


80.2 


74.1 


78.1 


8 


0.050 


0.050 


0.050 


0.040 


0.050 


0.030 


X D (nm) 


475.2 


474.2 


478.7 


476.4 


478.1 


477.6 


P(%) 


22.1 


20.2 


17.7 


16.3 


18.1 


14.1 


haze (%) 


0.20 


0.20 


0.16 


0.19 


0.16 


0.18 




Ex. 


4 


4' 


5 


5' 


6 


6' 


Ti0 2 (nm) 


17.5 


17.5 


17.5 


17.5 


11.5 


11.5 


NiCrOx (nm) 


7.5 


7.5 


7.5 


7.5 


6.0 


6.0 


Ti0 2 (nm) 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Ag(nm) 


10.5 


10.5 


10.5 


10.5 


23.0 


23.0 


NiCrOx (nm) 


6.0 


6.0 


12.0 


12.0 


6.0 


6.0 


Si 3 N 4 (nm) 


21.0 


21.0 


15.0 


15.0 


6.0 


6.0 


LTA4 (%) 


79.0 


81.9 


78.0 


78.5 


80.0 


82.0 


s 


0.080 


0.058 


0.075 


0.062 


0.092 


0.074 


A^(nm) 


477.5 


471.8 


479.6 


478.1 


497.9 


482.5 


P (%) 


15.4 


10.5 


15.6 


9.3 


6.2 


34.1 


haze (%) 


0.10 


0.18 


0.10 


0.17 


0.16 


0.29 
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TABLE A (continued') 



Ex. 


7 


T 


8 


8' 


9 


9' 


Ti0 2 (nm) 


23.0 


23.0 


23.0 


23.0 


13.0 


13.0 


NiCrOx (nm) 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Ti0 2 (nm) 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Ag(nm) 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


NiCrOx (nm) 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Si 3 N 4 (nm) 


50.0 


50.0 


21.0 


21.0 


21.0 


21.0 


LTA4 (%) 


84.0 


87.4 


76.0 


77.1 


80.0 


83.1 


£ 


0.090 


0.073 


0.099 


0.076 


0.095 


0.066 




** 


453.4 


481.4 


482.1 


478.6 


473.7 


P (%) 


** 


7.7 


12.0 


6.8 


16.0 


12.3 


haze (%) 


0.12 


0.27 


0.14 


0.25 


0.08 


0.20 



TABLE B 



Ex. 


Sn02 


NiCr 


Ag 


NiCr 


Sn02 


LTA4 


8 




P 


haze 




(nm) 


(nm) 


(nm) 


(nm) 


(nm) 


(%) 




(nm) 


(%) 


(%) 


A 


38.0 


1.2 


10.5 


1.2 


46.0 


68.0 


0.090 


474.5 


14.5 


0.20 


A' 


38.0 


1.2 


10.5 


1.2 


46.0 


77.5 


0.130 


470.0 


20.0 


0.40 



N.B.: X D et P are measured in reflection from the coated side 
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TABLE C 



Ex. 


10 


10' 


11 


11" 


12 


12' 


13 


13' 


Ti0 2 (urn) 


13.0 


13.0 


14.0 


14.0 


14.0 


14.0 


13.0 


13.0 


NiCrOx (mm) 


7.5 


7.5 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Ti0 2 (nm) 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Ag (nm) 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


NiCrOx (nm) 


3.3 


3.3 


1.7 


1.7 


1.7 


1.7 


1.7 


1.7 


Si 3 N 4 (nm) 


44.5 


44.5 


46.0 


46.0 


47.0 


47.0 


51.0 


51.0 


Ti02 (nm) 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


NiCrOx (nm) 


3.0 


3.0 


3.0 


3.0 


1.7 


1.7 


1.7 


1.7 


Ti02 (nm) 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


Ag(nm) 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


NiCrOx (nm) 


6.0 


6.0 


5.0 


5.0 


5.0 


5.0 


6.0 


6.0 


Si3N4 (nm) 


21.0 


21.0 


22.0 


22.0 


22.0 


22.0 


27.0 


27.0 


LTA (%) 


71.0 


76.4 


71.0 


77.2 


72.0 


78.5 


72.0 


78.1 


X D (nm) 


498.7 


484.0 


516.9 


487.9 


497.8 


485.6 


475.3 


540.5 


P(%) 


1.83 


13.2 


2.3 


11.1 


3.4 


13.0 


13.4 


4.0 


haze (%) 


0.11 


0.48 


0.14 


0.46 


0.12 


0.48 


0.10 


0.45 
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TABLE C (continued') 



Ex. 


14 


14' 


15 


15' 


16 


16' 


17 


17' 


17" 


TiO„ ( nm) 


16.0 


16.0 


16.0 


16.0 


16.0 


16.0 


16.0 


16.0 


16.0 


NiCrOx (nm} 


6.0 


6.0 


6.0 


6.0 


6.0 


6 0 


6 0 


6 0 


6 0 


TiD frtm} 

x ivy 2 ^AJJ.iJ- y 


6 0 


6 0 

VJ.V 


6 0 

VJ. V 






U. v 


6 0 
u.u 








10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10 5 

1 V.J 


NiCrOx fnrrA 

iNlVl V/A 1 ±1111 1 


1 7 
1 . / 


1 7 
1 . / 


1 7 
1 . / 


1 7 


3 2 




2 5 

Z, , _J 


2 5 

Z. « ~J 


2 5 


013IX4 ^11111^ 


51 0 


51 0 


wJ 1 . V 


51 0 


51 0 


51 0 


51 0 


51 0 


51 0 

J 1 ,U 


Ti02 (nm) 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


19.5 


NiCrOx (nm) 


2.5 


2.5 


2.5 


2.5 


2.5 


2.5 


2.5 


2.5 


2.5 


Ti02 (nm) 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


0.0 


Ag (nm) 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


10.5 


NiCrOx (nm) 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


6.0 


Si3N4 (nm) 


32.0 


32.0 


27.0 


27.0 


27.0 


27.0 


27.0 


27.0 


27.0 


LTA (%) 


72.0 


78.3 


72.0 


78.2 


71.0 


77.2 


71.0 


77.5 


76.9 


ET (%) 


















40.8 


?i D (nm) 


** 


476.8 


455.7 


480.0 


** 


477.9 


** 


478.3 


477.6 


P(%) 


** 


9.6 


6.1 


17.3 


*# 


14.7 


** 


16.2 


10.7 


haze (%) 


0.09 


0.48 


0.12 


0.47 


0.08 


0.47 


0.10 


0.46 


0.46 



NJB.: X D and P are measured in reflection from the glass side 



** : purple nuance for which no precise value of X D and P can be 

determined. 
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CLAIMS 



1 . Transparent substrate carrying a coating stack comprising at least one 
metallic coating layer comprising silver or a silver alloy, each metallic coating layer being 
in contact with two non-absorbent transparent dielectric coating layers, the coated 
substrate being adapted to withstand a bending or tempering type of heat treatment, 

5 characterized in that prior to such heat treatment, each of the dielectric coating layers 
comprises a sub-layer based on a partially oxidized combination of two metals. 

2. Transparent substrate carrying a coating stack in accordance with 
claim 2, characterized in that the said combination of two metals is based on Ni and Cr. 

3. Transparent substrate carrying a coating stack in accordance with 
10 claim 1 or claim 2, characterized in that at least one metallic coating layer of the said 

coating stack is in contact with at least an underlying sub-layer of an oxide of a metal 
selected from Ti, Ta, Nb and Sn. 

4. Transparent substrate carrying a coating stack in accordance with any 
one of claims 1 to 3, characterized in that at least the sub-layer based on a partially 

15 oxidized combination of two metals which is closest to the substrate is in contact with an 
underlying sub-layer of an oxide of titanium. 

5. Transparent substrate carrying a coating stack in accordance with any 
one of claims 1 to 4, characterized in that the dielectric coating layer positioned between 
the substrate and the first metallic coating layer comprises sub-layers of metal oxides or 

20 of oxides of combinations of metals. 

6. Transparent substrate carrying a coating stack in accordance with any 
one of claims 1 to 5, characterized in that at least one dielectric coating layer comprises a 
sub-layer based on a nitride. 

7. Transparent substrate carrying a coating stack in accordance with 
25 claim 6, characterized in that the said nitride is a nitride of Si, Al, or a combination of 

these elements. 

8. Transparent substrate carrying a coating stack in accordance with any 
one of claims 1 to 7, characterized in that each metallic coating layer comprises a 
combination of silver and platinum or palladium. 
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9. Transparent substrate carrying a coating stack in accordance with any 
one of claims 1 to 8, characterized in that the coating stack contains a single metallic 
coating layer. 

10. Transparent substrate carrying a coating stack in accordance with 
5 claim 9, characterized in that the optical thickness of the dielectric coating layer closest to 

the substrate is between 50 and 90 run, that of the other dielectric coating layer is between 
70 and 110 nm, that of the sub-layers based on a combination of two metals is between 3 
and 24 nm and the geometrical thickness of the metallic coating layer is between 8 and 1 5 
nm. 

10 11. Transparent substrate carrying a coating stack in accordance with 

claim 10, characterized in that after a tempering or bending type heat treatment the 
substrate has a haze of less than 0.3% and an emissivity of less than 0.08, preferably of 
less than 0.05. 

12. Transparent substrate carrying a coating stack in accordance with 
15 claim 11, characterized in that during a tempering or bending type heat treatment the 

luminous transmittance of the substrate under Illuminant A varies by less than 10%, its 
color purity in reflection varies by less than 5% and its dominant wavelength in reflection 
varies by less than 3 nm. 

13. Transparent substrate carrying a coating stack in accordance with any 
20 one of claim 1 to 8, characterized in that the coating stack contains two metallic coating 

layer. 

14. Transparent substrate carrying a coating stack in accordance with 
claim 13, characterized in that the optical thickness of the dielectric coating layer closest 
to the substrate is between 50 and 80 nm, that of the dielectric coating layer spaced 

25 furthest from the substrate is between 40 and 70 nm, that of the intermediate dielectric 
coating layer is between 130 and 170 nm, that of the sub-layers based on a composition of 
two metals is between 3 and 24 nm and the geometrical thickness of the metallic coating 
layers is between 8 and 15 nm. 

15. Transparent substrate carrying a coating stack in accordance with 
30 claim 14, characterized in that after a tempering or bending type of heat treatment the 

substrate has a haze of less than 0.5% and a TLA greater than 76%. 
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16. Multiple glazing characterized in that it comprises a coated substrate 
in accordance with any one of claims 1 to 15. 

17. Laminated glazing characterized in that it comprises a coated 
substrate in accordance with any one of claims 1 to 15. 

5 18. Laminated glazing in accordance with claim 17, characterized in that 

it constitutes a vehicle windshield. 

19. Vehicle windshield in accordance with claim 18, characterized in that 
the metallic coating layers are connected to a current source. 

20. Method of manufacturing a transparent substrate carrying a coating 
10 stack in accordance with claim 1, characterized in that the coating layers of the said 

coating stack are deposited by sputtering. 

21. Method in accordance with claim 20, characterized in that each 
metallic coating layer is deposited in an oxidizing atmosphere. 

22. Method in accordance with claim 21, characterized in that the said 
15 atmosphere comprises less than 10% oxygen. 

23. Method in accordance with claim 22, characterized in that the said 
atmosphere comprises 3 to 7% oxygen. 

24. Method in accordance with any one of claims 20 to 23, characterized 
in that at least one sub-layer of each dielectric layer is deposited from cathodes supplied 

20 with alternating current. 
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ABSTRACT 



A transparent substrate carrying a coating stack which has undergone a bending or 
tempering type of heat treatment and a method of manufacturing this product, the coating 
stack comprising at least one metallic coating layer comprising silver or a silver alloy 
characterized in that before the said heat treatment, each metallic coating layer is in 
contact with two non absorbent transparent dielectric coating layers, each comprising a 
sub-layer based on a partially oxidized combination of two metals. The product in 
accordance with the invention is intended for incorporation in a laminated glazing, 
particularly to form a vehicle windshield. 
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;%] was filed on 4 JUNE 1999 _ as United States Application No, or PCT International 

; 'f Application Number PCT/BE99/0O071 and as US Application No. 09/719141 on 8 December 2000 

, fl and was amended on S December 2000 by Preliminary Amendment 

H 8 , (if applicable) 

Thereby state that I have reviewed and understand the contents of the above identified specification, 
^including the claims, as amended by any amendment referred to above. 

^acknowledge the duty to disclose to the United States Patent and Trademark Office al) information 
ifnown to me to be material to patentability as defined in Title 37, Code of Federal Regulations, 
^Section 1,56. 

^hereby claim foreign priority benefits under Title 35, United States Code, Section H9(a)-(d) or 
Section 365(b) of any foreign application(s) for patent or inventor's certificate, or Section 365(a) of 
any PCT International application which designated at least one country other than the United States, 
listed below and have also identified below, by checking the box, any foreign application for patent or 
inventor's certificate or PCT International application having a filing date before that of the application 
on which priority is claimed. 

Prior Foreign Application(s) Priority Not Claimed 
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PCT/BE99/0Q071 PCT 4 JUNE 1999 □ 

(Number) (Country) (Day/Month/Year Filed) 

9S110439.1 BE 8 JUNE 1993 q 

(Number) (Country) (Day/Month/Year Filed) 
_ . _ , □ 



(Number) (Country) (Day/Month /Year Filed) 



rm PTt>*SB-01 (9-05) (Modified) P02/REVQ2 Patent and Trademark Offiee-U.5, DEPARTMENT OF COMMERCE 



02/12/01 M0N 05:58 [TX/RX NO 5558] 
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I hereby claim the benefit under 35 U.S.C. Section 119(e) of any United States provisional 
application^) listed below; 



(Application Serial No.) 


(Filing Date) 


(Application Serial No.) 


(Filing Date) 


(Application Serial No.) 


(Filing Date) 



I hereby claim the benefit under 35 U. S. C. Section 120 of any United States appJication(s), or 
Section 365(c) of any PCT International application designating the United States, listed below and, 
insofar as the subject matter of each of the claims of this application is not disclosed in the prior 
United States or PCT international application in the manner provided by the first paragraph of 35 
ILS,C. Section 112, I acknowledge the duty to disclose to the United States Patent and Trademark 
Office ail information known to me to be material to patentability as defined in Title 37, C. F- R M 
Section 1.56 which became available between the filing date of the prior application and the national 
Spr PCT international filing date of this application: 



(Application Serial No.) 


(Filing Date) 


(Status) 


:s:a= ...... ... 




(patented^ pending, abandoned) 


(Application Serial No.) 


(Filing Date) 


(Status) 






(patented, pending, abandoned) 


i T (Application Serial No.) 


(Filing Date) 


(Status) 






(patented, pending, abandoned) 



Lhereby declare that all statements made herein of my own knowledge are true and that all 
statements made on information and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the like so made are punishable by 
fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity of the application or any patent issued thereon. 
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POWER OF ATTORNEY: As a named inventor, I hereby appoint the following attorney(s) and/or 
agent(s) to prosecute this application and transact all t>usines$ in the Patent and Trademark Office 
connected therewith, (list name and registration number} 
JEROLD L SCHNEIDER 
Registration No. 24,765 



1 



Send Correspondence to; 



\ 



\ 



Jerold L Schneider 
Arter & Hadden LLP 
1801 K Street, N.W. Suite 400 K \ 
^Washington, P.C 20006 \ 



Direct Telephone Calls to: (name and telephone number) 
Ceroid I. Schneider (202) 775-7100 



' Full name of sole or first inventor 
moVIS, Yvan 




M: Sole or first inventor's signature 



^Residence 

^Grand-LeezXBelgium 



^Citizenship 
^Belgium 



! liPost Office Address 

u JRue de Petit Leez 1S7 



'fB-5031, Gratid-Leez, Belgium 



Full name of second inventor , if any - s / h t 


/Second fnven tor's signature " j 


g^-^ 1 Date 


f Residence-^ ^ ^ 

Bru:\e]le$,\B elgium Of" ^ ' 





Belgium 



Post Office Address 

Rue Eugene Tpussaint 5 



B-10S3 Bruxelks, Belgium 



\ PTO-SB-01 (6-S5) (Modified) 
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Citizenship 
Belgium 

Post Office Address 
TryAJHutte2l 



B-5070 Fosse$-1a Ville, Belgium 



Fourth inventor's signature 



Residence 



Citizenship 



1 Post Office Address 



2 Full name of fifth inventor, if 



any 



Fifth inventor's signature*" 



^ Residence 



; ^Citizenship 



f yPost Office Address" 



Fun name of sixth inventor, if any" 



Sixth Inventor's signature 



Residence 



Citizenship 



Post Office Address 



Fu " na me of fourth inventorTifam? ' 



Date 



Date 



Date 



^ru-se^ <<s-9S) (Modified)" 



^^^^^ 
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